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■ rnCCSSS FOR THE PRODUCTION OP A PTarf pa/itc^ ' ' 

SHEET FORMATTOW H fl VT„r. A j^gg ^ff^ff*™-' 

It Is known to apply short fibres, called flocks, by 
means of an electrostatic field to a backing sheet provided 
with adhesive/ It has be en found In practice when using 
this electrostatic method^ that It Is not possible to exceed 
a crtain Pn^ensi tyT^TfleTX^taln- firdT 'c^centrat'- 
lon has been reached on the backing material, further flocks 
or fibres are not able to penetrate between those already 
anchored In the adhesive, but are attracted and discharged 
by these fibres, which are now at the opposite potential.' 
The effect of this Is that flocks remain as excess on and 
between the short fibres anchored In the adhesive. This 
excess can be removed, for example, by electronic- - — 
pneumatic exhaustion. 

On the other hand, it is known that fibre-coatings 
can be produced mechanically If the backing. material, 
provided with adhesive Is set vibrating by rotating ' 
polygonal rods, while flocks are simultaneously applied ' 
mechanically from above. Due to the limited orientation 
of the short fibres on the foundation material, only a 
moderate pile density is achieved with this process. 

Pile materials which are produced by one of these 
processes have only a limited utility, on account of the 
moderate pile density., m order to produce hard-wearing 
fibre-coated articles, for example piled floor coverings, 
a high pile density is necessary in order to produce a 
high degree of utility. 
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Ac-ordinc t-,n rh 0 t 

this high pile density can be achieved If short fibres are- 
_„ • - vi cicOn w"juu\rc i i^iu" into 

an adhesive layer applied to a backing sheet, excess short 
fibres remaining on and between the short fibres anchored 
In the adhesive and the backing sheet coated with fibres * 
In this way being then guided over ro tatinr n,M,^ a1 ror1s . 
This process, has the result that excess short fibres on the 
fibre-coated sheet are compelled, when the said sheet Is 
guided over the. rotating rods which produce a vibration, 
to be straightened out or erected between the upright fibres 
already projected into the adhesive layer by ,,eanc of the 
electrostatic field, to slide along said upright fibres 
towards the adhesive layer and thus to fill all gaps. This 
results In a f lbre-coatecTlheet with a high pile density" 

The erection and orientation of the excess fibres can 
also be assisted if the fibre-coated sheet formation Is 
subjected to on additional, weak, electrostatic field 
when guided over the rods. 
20 The accompanying drawing Illustrates how the process 

can be carried Into effect. 

The backing sheet 1, which is provided with an adhesive 
layer 2, travels successively through an electrostatic fibre- 
coating zone A -and a vibration zone B. In the fibre -coat ir^ 
zone A, the short fibres 3 supplied from above are forced 
in an upright position into the adhesive layer by means of 
a strong electrostatic field produced by the electrodes 4 
and V . After reaching a certain flock concentration, . the 
short fibres 5 remain lying criss-crossed and between the 
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vlbraclon zone B. che fibres 5 disposed In exce^ on and 
between the upright fibres 6 are erected by the vibratory 
movements which are produced by the rotating, polygonal"' 7 " ' 
•rods 7. so tnat they gradually slide down Into the adhesive 
layer In- the gaps re,,*!,!!..* between the short fibres already 
anchored in the adhesive and are likewise anchored therein. 
Thi-cr;ctlc.T-ST iSf iiV TIS"res 5 is" raclTrcatTd and 
assisted by a weak electrostatic field, which Is produced 
by means of the electrodes 8 and 8' . In the vibration 
zone 3, no fresh short fibres are supplied, the excess 
fibres supplied in the f Ibre-coatlng zone A merely being 
introduced here into the interstices between the short 
fibres secured In the f lbre-coatlng zone A. 
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HE CLAIM 

O Process for the production of a fibre-coated 

sheet formation having a high pile density which comprises 
guiding the sheet formation provided with an adhesive layer 
first through an electrostatic fibre-coating zone which Is 
suppilea with short fibres In excess, and- then through a 
vibration zone which is not supplied with short fibres. 

2) Process as claimed in claim 1, wherein. said sheet 

formation is subjected In the vibration zone to an additional 
weak electrostatic field treatment. 
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